PCT 



WORLD INTCLLECTUAL PROPERTY ORGANIZATION 
InEmalional Bureau 




INTERNATIONAL AP PLICATION PUBLISHED UNDER THE p atput COOPERATION 
(51) International Patent Classification 7 : 



H01L 51/20 



Al 



(11) International .Publication Number: 
(43) International Publication Date: 



TREATY (PCT) 
WO 00/36665 

22 June 2000 (22.06.00) 



(21) International Application dumber: PCT/US99/29853 

(22) International Filing Date: 15 December L999 ( 15.1 2.99) 



(30) Priority Data: 
09/212,779 
09/427,138 



16 December 1998 (16.12.98) US 
25 October 1999 (25. 10.99) US 



(71) Applicant BATTELLE MEMORIAL INSTITUTE [US/US]' 

Pacific Northwest Division, Intellectual Property Services' 
P.O. Box 999, Richland, WA 99352 (US). 

(72) Inventors: GRAFF, Gordon, L.; 3750 Westlake Drive West 

Richland, WA 99353 (US). GROSS, Mark, E.; 50 Deseret 
, Drive, Pasco, WA 99301 (US). AFFINTTO, John, D.- 2718 
^ 0ad ' Kennewick » WA 99338 (US). SHI, Mtng-Kun; 
2500 George Washington Way, Richland, WA 99352 (US) 

«^™ Chae1 ' G ' : 4125 In>mon D ™> West Richland,' 
WA 99353 (US). MAST, Eric. S.; 634 Chesnut Avenue 
Richland, WA 99352 (US). 

(74) Agent: MAY, Stephen, R.; Battelle Memorial Institute Pacific 
Northwest Division, Intellectual Property Services, P O Box 
999, MSIN Kl-53, Richland, WA 99352 (US^ ' ' 



(81) Debated States: JP, KR, European patent (AT, BE, CH, CY 
DE, DK, ES. Fl FR, GB, GR, IE, IT, LU. MC, NL, PT,' 



Published 

With international search report. 



(54)™* ENVIRONMENTAL BARRIER MATERIAL FOR ORGANIC LIGHT EMITTING DEVICE AND METHOD OF MAKING 




105 ^100 



(57) Abstract 



stBdc. A second tamer stack (ijJhlS ate aLKta ISTEJSLT'S ^ (,20) ■* Bent to ^ «« barrier 
tame, Uyer (.70) and a, leas, one second 5T« fe^n ™T£T2 S*"* ™ second ^ »* "as at leas, one second 
is also provided. ^ ' ^ U * U ' l90) " A mcthod of ^mg the encapsulated organic light emitting device 



FOR THE PURPOSES OF INFORMATION ONLY 
Codes used to identify States paity to the PCT on i 



AL 

AM 

AT 

AU 

AZ 

BA 

BB 

BE 

BF 

BG 

BJ 

BR 

BY 

CA 

CF 

CG 

CH 

a 

CM 

CN 

cu 
cz 

DE 
OK 
EE 



Albania 

Armenia 

Austria 

Australia 

Azerbaijan 

Bosnia and Herzegovina 

Barbados 

Belgium 

Burkina Faso 

Bulgaria 

Benm 

Baal 

Belarus 

Canada 

Central African Republic 

Congo 

Switzerland 

Cote dlvcirc 



the front pages of pamphlets publishing international applications under 



China 
Cuba 

Czech Republic 
Gens any 
Denmark 
Estonia 



PI 

PR 

GA 

GB 

GE 

GH 

CN 

GR 

HU 

EE 

IL 

IS 

IT 

JP 

KE 

KC 

KP 

KR 
K2 
LC 
U 
LK 
LR 



Spain 



France 
Gabon 

United Kingdom 

Georgia 

Ghana 

Greece 

Hungary 

Ireland 

Israel 

Iceland 

Italy 

Japan 

Kenya 

Kyrgyzstan 

Democratic People's 

Republic of Korea 

Republic of Korea 



Saint Lucia 
Liechtenstein 
Sri Lanka 
Liberia 



LS 


Lesotho 


LT 


Lithuania 


LU 


Luxembourg 


LV 


Latvia 


MC 




MD 


Republic of Moldova 


MG 


Madagascar 


MK 


The former Yugoslav 




Republic of Macedonia 


ML 


Mali 


MN 


Mongolia 


MR 


Memtania 


MW 


Malawi 


MX 


Mateo 


NE 


Niger 


NL 


Netherlands 


NO 


Norway 


NZ 


New Zealand 


PL 


Wand 


PT 


Portugal 


RO 


Romania 


RU 


Russian Federation 


SO 


Sudan 


SE 


Sweden 


sc 


Singapore 



the PCT. 



si 

SK 
SN 

sz 

TD 
TC 
TJ 
TM 
TR 
TT 
UA 
UG 
US 
UZ 
VN 
YU 
ZW 



Senegal 

Swaziland 

Chad 

Togo 

Tajikistan 

Turkmenistan 

Turkey 

Trinidad and Tobago 

Ukraine 

Ugundn 

United State of America 

Uzbekistan 

Viet Nam 

Yugoslavia 

Zimbabwe 



WO 0036665 

PCT/US99/29853 

ENVIRONMENTAL BARRIER MATERIAL FOR ORGAWir 
UGHT EMITTING DEVICE AND MCTHOD OF Sak^q 

BACKGROUND OF THE INVENTION 

The present invention relates to organic light emitting devices (OLEDs) 
and more particularly to OLEDs encapsulated in barrier stacks. 

There is a need for versatile visual displays for electronic products of 
many drfferent types. Light emitting diodes (LEDs) and liquid crystal displays 
(LCDs) have found many useful applications, but they are not adequate for all 
s,tuat,ons. OLEDs are a relatively new type of visual display which has shown 
great promise. An OLED basically includes an organic electroluminescent 
substance placed between two electrodes. When an electric potential is applied 
across the electrodes, the electroluminescent substance emits visible light 
Typ.cally, one of the e.ectrodes is transparent, allowing the light to shine through 
U S. Patent Nos. 5.629,389 (Roitman et a..), 5,747.182 (Friend et a..). 5,844 36 3 ' 
(Gu et al.). 5,872,355 (Hueschen). 5,902,688 (Antoniadis et al.), and 5 948 552 
(Antoniadis et a..), which are incorporated herein by reference, disclose various 
OLED structures. 

The use of OLEDs in flat panel displays and other information display 
formats is limited by the poor environmental stability of the devices 
G.Gustafson, Y.Cao, G.M.Treacy, F.KIavetter, N.Colaneri. and AJ.Heeger 
Nature. Vol. 35, 1 1 June 1 992. pages 477-479. Humidity and oxygen 
s.gnificantly reduce the useful life of most OLEDs. As a result, these devices are 
typ.oa.ly fabricated on glass substrates with glass covers laminated on top of the 
OLED and with the edges sealed to exclude water and oxygen from the active 
layers. U.S. Patent No. 5,872.355 discloses the use of a polymer such as saran 
to seal the device. The water vapor permeation rates (WVTR) required to 
prov.de sufficient lifetime for OLEDs is calculated to be approximately 10"* 
g^m /day. The best polymer films (such as saran) have WVTR values that are 5 
orders of magnitude too high to be considered for OLED encapsulation 
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Furthermore, saran cannot be deposited using flash evaporation, condensation 
and in situ polymerization within a vacuum chamber. 

Thus, there is a need for an improved lightweight, barrier construction 
wh,ch can be used to encapsulate the OLED and prevent the deterioration 
caused by permeation of oxygen and water vapor and for a method of making 
such an encapsulated OLED. 



SUMMARY OF THE INVENTION 

These needs are met by the present invention, which is an encapsulated 
organ,c light emitting device (OLED). The device includes a first barrier stack 
comprising at least one first barrier layer and at least one first polymer layer 
There .s an organic light emitting layer stack adjacent to the first barrier stack A 
second barrier stack is adjacent to the organic light emitting layer stack The 
second barrier stack has at least one second barrier layer and at least one 
second polymer layer. The device optionally includes at least one first 
intermediate barrier stack located between the substrate and the first barrier 
stack, and/or at least one second intermediate barrier stack located between the 
orgamc light emitting layer stack and either the first or second banter stacks 
The first and second intermediate banier stacks include at least one polymer 
layer and at least one barrier layer. 

Preferably, either one or both of the first and second barrier layers of the 
first and second banier stacks is substantially transparent. At least one of the 
first and second barrier layers preferably comprises a material selected from 
metal oxides, metal nitrides, metal carbides, metal oxynitrides, and combinations 
thereof. The metal oxides are preferably selected from silica, alumina titania 
ind,um oxide, tin oxide, indium tin oxide, and combinations thereof, the metal ' 
nitndes are preferably selected from aluminum nrfiide, silicon nitride and 
combinations thereof, the metal carbide is preferably silicon carbide, and the 
metal oxynrtride is preferably silicon oxynitride. 

The encapsulated OLED can also include a substrate adjacent to the first 
barner stack on a side opposite to the organic light emitting layer stack. The 
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substrate can be either a fl exib.e substrate or a rigid substrate. ,t is preferabiy a 
flex,ble substrate material, which can be polymers, metals, paper, fabric, and 
combinations thereof. The rigid substrate is preferabty g,ass, metal, or silicon If 
a ng,d substrate is used, it can be removed prior to use if desired 
* The polymer layers of the first and second bamer stacks and the polymer 

layers ,n the first and second intermediate barrier stacks are preferably acrylate- 
conta,ning polymers (as used herein, the term acrylate-containing polymer 
mcludes acrylate-containing polymers, methacrylate-containing polymers and 
combmations thereof). The polymer layers in the first and/or the second bamer 
) stacks can be the same or different. 

The organic light emitting layer stack preferably comprises a first 
electrode, an electroluminescent layer, and a second electrode The 
electroluminescent layer preferably includes a hole transporting layer, and an 
electron transporting layer, as is known in the art and shown in the patents 
whose disclosures have been specifically incorporated herein. 

The invention also involves a method of making the encapsulated organic 
light emrttmg device. The method includes forming a first barrier stack 
comprising at least one first barrier layer and at least one first polymer layer 
formmg an organic light emitting layer stack, forming a second barrier stack ' 
compnsmg at least one second barrier layer and at least one second polymer 
layer, and combining the first barrier stack, the organic light emitting layer stack 
and the second barrier stack to form the encapsulated organic light emitting 
dev.ce. Intermediate barrier stacks can optionally be formed. The layers are 
preferably formed by vacuum deposition. 

The organic light emitting layer stack can be combined with the first 
barrier stack and/or the second barrier stack by laminating them together 
Alternatively, they can be combined simultaneous^ with forming by depositing 
one layer on the other. 

In an alternative embodiment, the invention involves an encapsulated 
crganic light emitting device having a substrate, an organic light emitting layer 
stack adjacent to the substrate, and a barrier stack comprising at least one 
bamer layer and at least one polymer layer, the barrier stack adjacent to the 
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organic light emitting layer stack. The invention a.so involves methods of making 
the encapsuiated organic light emitting device. One method includes providing 
a substrate having an organic light emitting layer stack thereon, and laminating a 
barner stack comprising at least one barrier layer and at least one polymer layer 
over the organic light emitting .aver stack to enca P su.ate the organic light 
emitting barrier layer stack. The banter stack is preferably .aminated (edge 
sealed) using an adhesive, but other methods can be used including heat 
Another method involves vacuum depositing the barrier stack on a 
substrate having an organic light emitting layer stack thereon. Still another 
method involves providing a substrate with an organic light emitting layer stack 
thereon, vacuum depositing at least one barrier layer on the organic light emitting 
layer stack, and depositing at least one first polymer layer on the at least one 
barner layer. At least one second p 0lym er layer can be deposited on the organic 
light emitting layer stack before the barrier layer is deposited. 

Accordingly, it is an object of the present invention to provide an 
encapsulated OLED, and to provide a method of making such a device. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a cross-section of one embodiment of the encapsulated OLED of 
the present invention. 

Fig. 2 is a cross-section of an alternate embodiment of the encapsulated 
OLED of the present invention. 

Fig. 3 is a cross-section of an embodiment of an encapsulated OLED of 
the present invention. 



DESCRIPTION OF THE INVENTION 



One embodiment of the present invention is an encapsulated OLED 100 
as shown in Fig. 1. The encapsulated OLED 100 includes substrate 105 a first 
bamer stack 1 1 0, an organic light emitting layer stack 120, and a second barrier 
stack 130. The first barrier stack 1 1 0 has a first barrier layer 140 and two 
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potymer layers 150, 160. The second encapsulation layer 1 30 includes a second 
barrier layer 170 and two polymer layers 180, 190. 

Although the Figures show barrier stacks with a single polymer layer on 
both sides of a single barrier layer, the barrier stacks can have one or more 
polymer layers and one or more barrier layers. There could be one polymer 
layer and one barrier layer, there could be multiple polymer layers on one side of 
one or more barrier layers, or there could be one or more polymer layers on both 
sides of one or more barrier layers. The important feature is that the barrier 
stack have at least one polymer layer and at least one barrier layer. 

The organic light emitting layer stack 120 includes a first electrode layer 
200, an electroluminescent layer 210, and a second electrode 220. The 
electroluminscent layer 210 can include a hole transport layer 230, and an 
electron transport layer 235. The exact form and composition of the organic light 
emitting layer stack is not critical. The organic light emitting layer stack includes 
first and second electrode layers on opposite sides of one or more active layers. 
The electrode layers are connected to a power source. At least one of the 
electrodes is transparent. The electroluminescent layer may be multiple layers 
as shown, or a single layer. The electroluminescent layer typically includes a 
hole injection layer, a hole transport layer, an electron transport layer, and an 
emissive layer, and combinations thereof. Additional layers may also be present, 
including dielectric layers. The organic light emitting layer stack can be made 
using known techniques, such as those described in U.S. Patent Nos. 5,629,389 
(Roitman et al.), 5,844,363 (Gu et al.). 5,872,355 (Hueschen), 5,902,688 
(Antoniadis et al.). and 5,948,552 (Antoniadis et al.), which have been 
incorporated herein by reference. 

The present invention is compatible with organic light emitting layer stacks 
made with light emitting polymers and small molecules. 

In the alternate embodiment shown in Fig. 2, the encapsulated OLED 300 
also includes a first intermediate barrier stack 240 and a second intermediate 
barrier stack 270. The first intermediate barrier stack is located between the 
substrate 105 and the first barrier stack 1 10, and it includes a polymer layer 250 
and a barrier layer 260. The second intermediate barrier stack 270 includes a 
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polymer layer 280 and a barrier layer 290. The second intermediate barrier 
stack 270 is located between the organic light emitting layer stack 120 and the 
second barrier stack 130. Alternatively, the second intermediate layer could be 
located between the first barrier layer and the organic light emitting layer stack 
In addition, there could be multiple first intermediate barrier stacks on top of one 
another to provide enhanced barrier protection. Similarly, there could be multiple 
second intermediate barrier stacks on top of one another. The order of the 
barrier and polymer layers in the intermediate barrier stacks is not critical. It 
depends on where the intermediate barrier stack is located and what layers are 
next to them. 

The encapsulated OLED can be made by forming the first barrier stack 
110. the organic light emitting layer stack 120, and the second barrier stack 130. 
The stacks are combined to form the encapsulated OLED. 

Preferabty, the stacks are combined by forming them using vacuum - 
deposition. In this method, one layer is vacuum deposited on the previous layer, 
thereby combining the layers simultaneously with forming them. Alternatively, 
the organic light emitting layer stack can be combined with the first and second 
barrier stacks by laminating it between the first and second barrier stacks and 
sealing it along the edges with adhesive, glue, orthe like, or by heating. The first 
and second barrier stacks include at least one barrier layer and at least one 
polymer layer. If a polymer/barrier/polymer structure is desired, it can be 
preferably formed as follows. These barrier stacks can be formed by depositing 
a layer of polymer, for example an acrylate-containing polymer, onto a substrate 
or previous layer. Preferably, an acrylate-containing monomer, oligomer or resin 
(as used herein, the term acrylate-containing monomer, oligomer, or resin 
includes acrylate-containing monomers, oligomers, and resins, methacrylate- 
containing monomers, oligomers, and resins, and combinations thereof) is 
deposited and then polymerized in situ to form the polymer layer. The acrylate- 
containing polymer layer is then coated with a barrier layer. Another polymer 
layer is deposited onto the barrier layer. U.S. Patent Nos. 5,440,446 and 
5,725,g09, which are incorporated herein by reference, describe methods of 
depositing thin film, barrier stacks. 
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The barrier layers in the barrier stacks and the intermediate barrier stacks 
may be any barrier material. The barrier materials in the first and second barrier 
stacks and first and second intermediate barrier stacks can be the same or 
different In add-on, multiple layers of the same or different barrier layers can 
be used in a stack. Preferred transparent barrier materials include, but are not 
■rated to. metal oxides, metal nitrides, metal carbides, metal oxynitrides and 
combinations thereof. The metal oxides are preferably selected from silica 
alumina, Mania, indium oxide, tin oxide, indium tin oxide, and combinations 
thereof, the metal nitrides are preferably selected from aluminum nitride silicon 
nitnde, and combinations thereof, the metal carbide is preferably silicon carbide 
and the metal oxynitride is preferably silicon oxynitride. 

Since only one side of the device must be transparent, only one of the 
barner layers must be transparent. In this situation, the barrier layer on the 
opposite side could be an opaque barrier material, including, but not limited to, 
metal, ceramic or polymer. 

An alternate encapsulated OLED is shown in Fig. 3. The encapsulated 
OLED 400 has a substrate 105 on which is fabricated an organic light emitting 
layer stack 120. A barrier stack 130 is deposited conformally over the organic 
l.ght emitting layer stack 120, encapsulating it. The po.ymer layers in the barrier 
stack can be deposited in vacuum or by using atmospheric processes such as 
spin coating and/or spraying. A preferred method of forming the barrier stack is 
flash evaporating acrylate-containing monomers, oligomers or resins 
condensing on the OLED layer stack, and polymerizing in-situ in a vacuum 
chamber. The barrier layer is then deposited on the polymer layer using 
conventional vacuum processes such as evaporation, sputtering, CVD, PECVD 
or ECR-PECVD. A second polymer layer is then deposited on the barrier layer 
using the process described above. 

Alternatively, the OLED device could also be encapsulated by laminating 
a l.d structure, containing the barrier stack, to the substrate over the organic light 
emrttrng layer structure. The lamination can be performed using either adhesive 
or glue, or the like, or by heating. The encapsulated OLED could also include an 



WO 00/36665 



PCT/US99/29853 



intermediate barrier stack 270 as shown. If the substrate is transparent, then the 
barrier material could be opaque, or vice versa, as discussed above. 

A single pass, roll-to-roll, vacuum deposition of a three layer combination 
on a PET substrate, i.e., PET substrate/polymer layer/barrier layer/polymer layer, 
5 can be more than five orders of magnitude less permeable to oxygen and water 
vapor than a single oxide layer on PET alone. See J.D.Affinito, M.E.Gross, 
CACoronado, G.LGraff, E.N.Greenweli, and P.M.Martin, Polymer-Oxide 
Transparent Barrier Layers Produced Using PML Process . 39 th Annual Technical 
Conference Proceedings of the Society of Vacuum Coaters, Vacuum Web 

10 Coating Session, 1996, pages 392-397; J.DAffinito, S.Eufinger, M.EGross, 
G.LGraff, and P.M.Martin, PML/Oxide/PML Barrier Layer Performance 
Differences Arising F rom Use of UV or Electron Beam Polymerization of the PML 
Layers, Thin Solid Films, Vol.308, 1997, pages 19-25. This is in spite of the fact 
that the effect on the permeation rate of the polymer multilayers (PML) layers 

15 alone, without the barrier layer (oxide, metal, nitride, oxynitride) layer, is barely 
measurable. It is believed that the improvement in barrier properties is due to 
two factors. First permeation rates in the roll-to-roll coated oxide-only layers 
were found to be conductance limited by defects in the oxide layer that arose 
during deposition and when the coated substrate was wound up over system 

20 idlers/rollers. Asperities (high points) in the underlying substrate are replicated in 
the deposited inorganic barrier layer. These features are subject to mechanical 
damage during web handling/take-up, and can lead to the formation of defects in 
the deposited film. These defects seriously limit the ultimate barrier performance 
of the films. In the single pass, polymer/barrier/polymer process, the first acrylic 

25 layer planarizes the substrate and provides an ideal surface for subsequent 

deposition of the inorganic barrier thin film. The second polymer layer provides a 
robust "protective" film that minimizes damage to the barrier layer and also 
planarizes the structure for subsequent barrier layer (or organic light emitting 
layer stack) deposition. The intermediate polymer layers also decouple defects 

30 that exist in adjacent inorganic barrier layers, thus creating a tortuous path for 
gas diffusion. The permeability of the barrier stacks used in the present 
invention is shown below. 
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Table 1 



Sample 



1 -barrier stack 



2- barter stacks 
5-barrier stacks 



Oxygen Permeation Rate 
(cc/m : /day) 



23°C* 



<0.005 
<0.005 



38'CT 



<0.003 
O.005 



Water vapor Permeation 
(g/m 2 /day)+ 



38°<T 



0.46 



O.005 
O.005 



<0.005 



<0.005 



♦38°C, 90% RH, 100°/o0 2 
+ 38°C, 100% RH 

NOTE: Permeation rates of O.005 are below the detection limits of current 
instrumentation (Mocon OxTran 2/20L). ™ 



As can be seen from the data in Table 1 , the barrier stacks used in the present 
invention provide exceptional environmental protection, which was previously 
unavailable with polymers. 

We have also compared the performance of OLED devices (fabricated on 
glass and silicon) before and after encapsulation using the barrier stacks of the 
present invention. After encapsulation, the current densiry-versus-voltage and 
brightness-versus-current density characteristics were identical (within 
experimental error) to the measured behavior of the pristine (unencapsulated) 
devices. This shows that the barrier stacks and deposition methods are 
compatible with OLED device manufacturing. 

Thus, the present invention provides a barrier stack with the exceptional 
barrier properties necessary for hermetic sealing of an OLED. It permits the 
production of an encapsulated OLED. 

While certain representative embodiments and details have been shown 
for purposes of illustrating the invention, it will be apparent to those skilled in the 
art that various changes in the compositions and methods disclosed herein may 
be made without departing from the scope of the invention, which is defined in 
the appended claims. 
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What is claimed is: 



1 • An encapsulated organic light emitting device comprising: 
a first barrier stack comprising at least one first barrier layer and at least 
one first polymer layer; 

an organic light emitting layer stack adjacent to the first barrier stack; and 
a second barrier stack comprising at least one second barrier layer and at 

least one second polymer layer, the second barrier stack adjacent to the organic 

light emitting layer stack. 

2. The encapsulated organic light emitting device of claim 1 further 
comprising a substrate adjacent to the first barrier stack on a side opposite to the 
organic light emitting layer stack. 

3. The encapsulated organic light emitting device of claim 2 further 
comprising at least one first intermediate barrier stack located between the 
substrate and the first barrier stack, the first intermediate barrier stack 
comprising at least one third polymer layer and at least one third barrier layer. 

4. The encapsulated organic light emitting device of claim 1 further 
comprising at least one second intermediate barrier stack located between the 
organic light emitting layer stack and either the first or second barrier stacks, the 
second intermediate barrier stack comprising at least one fourth polymer layer 
and at least one fourth barrier layer. 

5. The encapsulated organic light emitting device of claim 1 wherein 
the at least one first barrier layer is substantially transparent. 

6. The encapsulated organic light emitting device of claim 1 wherein 
the at least one second barrier layer is substantially transparent. 
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7. The encapsulated organic light emitting device of claim 1 wherein 
at least one of the at least one first and second barrier layers comprise a material 
selected from metal oxides, metal nitrides, metal carbides, metal oxynitrides, and 
combinations thereof. 

8. The encapsulated organic light emitting device of claim 7 wherein 
the metal oxides are selected from silica, alumina, mania, indium oxide, tin oxide, 
indium tin oxide, and combinations thereof. 

9. The encapsulated organic light emitting device of claim 7 wherein 
the metal nitrides are selected from aluminum nitride, silicon nitride, and 
combinations thereof. 

10. The encapsulated organic light emitting device of claim 1 wherein 
the at least one first barrier layer is substantially opaque. 

11. The encapsulated organic light emitting device of claim 1 wherein 
the at least one second barrier layer is substantially opaque. 

12. The encapsulated organic light emitting device of claim 1 wherein 
at least one of the at least one first and second barrier layers is selected from 
opaque metals, opaque polymers, and opaque ceramics. 

1 3. The encapsulated organic light emitting device of claim 2 wherein 
the substrate comprises a flexible substrate material. 

14. The encapsulated organic light emitting device of claim 13 wherein 
the flexible substrate material is selected from polymers, metals, paper, fabric, 
and combinations thereof. 

1 5. The encapsulated organic light emitting device of claim 2 wherein 
the substrate comprises a rigid substrate material. 
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16. The encapsulated organic light emitting device of claim 15 wherein 
the rigid substrate material is selected from glass, metal, and silicon. 

17. The encapsulated organic light emitting device of claim 1 wherein 
at least one of the at least one first polymer layers comprises an acrylate- 
containing polymer. 

18. The encapsulated organic light emitting device of claim 1 wherein 
at least one of the at least one second polymer layers comprises an acrylate- 
containing polymer. 

1 9. The encapsulated organic light emitting device of claim 3 wherein 
at least one of the at least one third polymer layers comprises an acrylate- 
containing polymer. 

20. The encapsulated organic light emitting device of claim 4 wherein 
at least one of the at least one fourth polymer layers comprises an acrylate- 
containing polymer. 

21 . The encapsulated organic light emitting device of claim 1 wherein 
the organic light emitting layer stack comprises a first electrode, an 
electroluminescent layer, and a second electrode. 

22. The encapsulated organic light emitting device of claim 21 wherein 
the electroluminescent layer comprises a hole transporting layer, and an electron 
transporting layer. 

23. A method of making an encapsulated organic light emitting device 
comprising: 

forming a first barrier stack comprising at least one first barrier layer and 
at least one first polymer layer; 

forming an organic light emitting layer stack; 
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forming a second barrier stack comprising at least one second barrier 
layer and at least one second polymer layer; and 

combining the first barrier stack, the organic light emitting layer stack 
adjacent to the first barrier stack, and the second barrier stack adjacent to the 
organic light emitting layer stack to form the encapsulated organic light emitting 
device. 

24. The method of claim 23 further comprising providing a substrate 
and forming the first barrier stack on the substrate. 

25. The method of claim 24 further comprising placing at least one first 
intermediate barrier stack comprising at least one third polymer layer and at least 
one third barrier layer between the substrate and the first barrier stack. 

26. The method of claim 23 further comprising placing at least one 
second intermediate barrier stack comprising at least one fourth polymer layer 
and at least one fourth barrier layer between the organic light emitting layer stack 
and either the first or second barrier stacks. 

27. The method of claim 23 wherein the organic light emitting layer 
stack is combined with the first barrier stack by laminating the organic light 
emitting layer stack to the first barrier stack. 

28. The method of claim 23 wherein the organic light emitting layer 
stack is combined with the first barrier stack simultaneously with forming by 
depositing the organic light emitting layer stack on the first barrier stack. 

29. The method of claim 23 wherein the second barrier stack is 
combined with the organic light emitting layer stack by laminating the second 
barrier stack over the organic light emitting layer stack. 
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30. The method of claim 23 wherein the second barrier stack is 
combined with the organic light emitting layer stack simultaneously with forming 
by depositing the second barrier stack on the organic light emitting layer stack. 

31. The method of claim 24 wherein the substrate comprises a flexible 
material. 



32. The method of claim 24 wherein the substrate comprises a rigid 
material. 

10 

33. The method of claim 24 wherein the substrate is removed from the 
encapsulated organic light emitting device. 

34. The method of claim 23 wherein the first barrier stack is formed by 
15 vacuum deposition. 

35. The method of claim 23 wherein the organic light emitting layer 
stack is formed by vacuum deposition. 

20 36. The method of claim 23 wherein the second barrier stack is formed 

by vacuum deposition. 

37. The method of claim 23 wherein at least one of the at least one first 
and second barrier layers is substantially transparent. 

25 

38. The method of claim 23 wherein at least one of the first and second 
barrier layers comprises a materia! selected from metal oxides, metal nitrides, 
metal carbides, metal oxynitrides, and combinations thereof. 

50 39. The method of claim 38 wherein the metal oxides are selected from 

silica, alumina, trtania, indium oxide, tin oxide, indium tin oxide, and combinations 
thereof. 
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40. The method of claim 38 wherein the metal nitrides are selected 
from aluminum nitride, silicon nitride, and combinations thereof. 

41 . The method of claim 23 wherein at least one of the at least one first 
5 and second barrier layers is substantially opaque. 

42. The method of claim 23 wherein at least one of the at least one first 
and second barrier layers is selected from opaque metals, opaque polymers, and 
opaque ceramics. 

10 

43. The method of claim 31 wherein the flexible substrate material is 
selected from polymers, metals, paper, fabric, and combinations thereof. 

44. The method of claim 32 wherein the rigid substrate material is 
15 selected from glass, metal, and silicon. 

45. The method of claim 23 wherein at least one of the at least one first 
and second pairs of polymer layers comprises an acrylate-containing polymer. 

20 46. The method of claim 25 wherein the third polymer layer comprises 

an acrylate-containing polymer. 

47. The method of claim 26 wherein the fourth polymer layer comprises 
an acrylate-containing polymer. 

25 

48. An encapsulated organic light emitting device comprising: 

a first intermediate barrier stack comprising at least one polymer layer and 
at least one barrier layer ; 

a first barrier stack comprising at least one first barrier layer and at least 
30 one first polymer layer adjacent to the first intermediate barrier stack; 

an organic light emitting layer stack adjacent to the first barrier stack; 
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a second intermediate barrier stack comprising at least one polymer layer 
and at least one barrier layer, the second intermediate barrier stack adjacent to 
the organic light emitting layer stack; and 

a second barrier stack comprising at least one second barrier layer and at 
least one second polymer layer, the second barrier stack adjacent to the second 
intermediate barrier stack. 

49. The encapsulated organic light emitting device of claim 48 further 
comprising a substrate adjacent to the first intermediate barrier stack on a side 
opposite to the first barrier stack. 

50. A method of making an encapsulated organic light emitting device 
comprising: 

forming a first intermediate barrier stack comprising at least one polymer 
layer and at least one barrier layer; 

forming a first barrier stack comprising at least one first barrier layer and 
at least one first polymer layer adjacent to the first intermediate barrier stack; 

forming an organic light emitting layer stack adjacent to the first barrier 

stack; 

forming a second intermediate barrier stack comprising at least one 
polymer layer and at least one barrier layer adjacent to the organic light emitting 
layer stack; and 

forming a second barrier stack comprising at least one second barrier 
layer and at least one second polymer layer adjacent to the second intermediate 
barrier stack; and 

combining the first intermediate barrier stack, the first barrier stack, the 
organic light emitting layer stack, the second intermediate barrier stack, and the 
second barrier stack to form the encapsulated organic light emitting device. 

51 . The method of claim 50 wherein the first intermediate barrier stack 
is formed by vacuum deposition. 
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52. The method of claim 50 wherein the first barrier stack is formed by 
vacuum deposition. 

53. The method of claim 50 wherein the organic light emitting layer 
5 stack is formed by vacuum deposition. 

54. The method of claim 50 wherein the second intermediate barrier 
stack is formed by vacuum deposition. 

10 55 - ^ method of claim 50 wherein the second barrier stack is formed 

by vacuum deposition. 

56. An encapsulated organic light emitting device comprising: 
a substrate; 

15 an organic light emitting layer stack adjacent to the substrate; 

a barrier stack comprising at least one barrier layer and at least one 
polymer layer, the barrier stack adjacent to the organic light emitting layer stack. 

57. The encapsulated organic light emitting device of claim 56 further 
20 comprising an intermediate barrier stack located between the organic light 

emitting layer stack and the barrier stack, the intermediate barrier stack 
comprising at least one polymer layer and at least one barrier layer. 

58. The encapsulated organic light emitting device of claim 56 wherein 
25 the at least one barrier stack is substantially transparent. 

59. The encapsulated organic light emitting device of claim 56 wherein 
the at least one barrier layer comprises a material selected from metal oxides, 
metal nitrides, metal carbides, metal oxynitrides, and combinations thereof. 

30 
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60. The encapsulated organic light emitting device of claim 59 wherein 
the metal oxides are selected from silica, alumina, titania, indium oxide, tin oxide, 
indium tin oxide, and combinations thereof. 

5 61 . The encapsulated organic light emitting device of claim 59 wherein 

the metal nitrides are selected from aluminum nitride, silicon nitride, and 
combinations thereof. 

62. The encapsulated organic light emitting device of claim 56 wherein 
10 the at least one barrier layer is substantially opaque. 

63. The encapsulated organic light emitting device of claim 56 wherein 
the at least one barrier layer is selected from opaque metals, opaque polymers, 
and opaque ceramics. 

15 

64. The encapsulated organic light emitting device of claim 56 wherein 
at least one of the at least one polymer layers comprises an acrylate-containing 
polymer. 

20 65. The encapsulated organic light emitting device of claim 56 wherein 

the substrate comprises a rigid substrate material, 

66. The encapsulated organic light emitting device of claim 65 wherein 
the rigid substrate material is selected from glass, metal, and silicon. 

25 

67. The encapsulated organic light emitting device of claim 56 wherein 
the substrate comprises a flexible substrate material. 

68. The encapsulated organic light emitting device of claim 67 wherein 
30 the flexible substrate material is selected from polymers, metals, paper, fabric, 

and combinations thereof. 
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69. A method of making an encapsulated organic light emitting device 
comprising: 

providing a substrate having an organic light emitting layer stack 
thereon; and 

5 vacuum depositing a barrier stack comprising at least one barrier 

layer and at least one polymer layer over the organic light emitting 
layer stack to encapsulate the organic light emitting layer stack. 

70. The method of claim 69 further comprising depositing an 

10 intermediate barrier layer stack comprising at least one polymer layer and at 
least one barrier layer on the organic light emitting layer stack prior to vacuum 
depositing the barrier stack. 

71 . A method of making an encapsulated organic light emitting device 
15 comprising: 

providing a substrate having an organic light emitting layer stack 
thereon; 

vacuum depositing at least one barrier layer over theorganic light 
emitting layer stack; 

20 depositing at least one first polymer layer over the at least one 

barrier layer. 

72. The method of claim 71 further comprising depositing at least one 
second polymer layer over the organic light emitting layer stack prior to vacuum 

25 depositing the at least one barrier layer. 

73. The method of claim 71 further comprising depositing an 
intermediate barrier layer stack comprising at least one polymer layer and at 
least one barrier layer on the organic light emitting layer stack prior to depositing 

30 the at least one barrier layer. 
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74. The method of claim 71 wherein at least one of the at least one first 
polymer layers is deposited using a process at atmospheric pressure. 

75. The method of claim 74 wherein the process at atmospheric 
5 pressure is selected from spin coating and spraying. 

76. The process of 71 wherein at least one of the at least one first 
polymer layers is deposited using a vacuum process. 

io 77. The method of claim 72 wherein at least one of the at least one 

second polymer layers is deposited using a process at atmospheric pressure. 

78. A method of making an encapsulated organic light emitting device 
comprising: 

15 providing a substrate having an organic light emitting layer stack 

thereon; and 

laminating a barrier stack comprising at least one barrier layer and 
at least one polymer layer over the organic light emitting layer stack 
to encapsulate the organic light emitting layer stack. 

20 

79. The method of claim 78 wherein the barrier stack is laminated 
using an adhesive. 

80. The method of claim 78 wherein the barrier stack is laminated 
25 using heat 
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